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JEWELRY & ENAMELING

Charge the cells made by the wires; more

enamel can be placed in the center than at the

edges.

Fire the enamel until it fuses.

Remove any flaws on the enameled surface.
Recharge and refire until the enameled cells
are full.

Finish the enamel on both sides of the piece.

Note: The design may be pierced from metal

sheet to form a fretwork.
Indse the sides of the metal in several places
on each side of all openings with the graver.
This is called keying and holds the enamel in
place.

FOILS

Gold, silver, or platinum foils can be used in many decorative
ways. Transparent enamel may be fused over the foil to give it
greater brilliancy or the foil may be cut into decorative motifs and
applied to the enamel and a clear transparent enamel fused over
the surface for protection. Care must be taken not to change the
brilliancy or color of the enamel when it is used over the foil.
Yellow, green, red, or green blue may be used over gold foil and
blue and violet over silver or platinum foil to produce the best
color values.
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Charge the metal with enamel.
Fire the piece.